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(54) Solid oxide fuel cell 

(57) A solid oxide fuel cell including an electrode, a 
solid electrolyte, and an interconnect (4), wherein a 
single cell (5) includes the electrolyte (2) formed on a 
first main surface of a cell substrate (1) formed of a first 
electrode material, a second electrode (3) is formed on 
top of the electrolyte, and the interconnect is formed 
on a second main surface differing from the surface 
formed with the electrolyte, the cell substrate is porous, 
flat-formed, and has therein a plurality of flow passages 
of the gas corresponding to the first electrode material, 



the flow passage of the gas is formed in multiple stages 
in the substrate, forming a plurality of gas flow passages 
as supply passages (6) and a plurality of gas flow pas- 
sages as return passages (7), these supply passage 
and return passage communicate with each other at a 
gas turn back portion (8) in the substrate, and openings 
of the supply passage and the return passage are 
located on a side surface of the substrate. 
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Description 

This invention relates to the structure of a power generation cell of a solid oxide fuel cell. 

In general, a solid oxide fuel cell (hereinafter referred to as "SOFC") basically has a structure which is consisted of 

5 an electrolyte having selective permeability of oxide ion, an air electrode and a fuel electrode. The electrolyte is dis- 
posed between the air electrode and the fuel electrode, and the individual electrodes are supplied with a gas containing 
oxygen or hydrogen to generate a power. Of these, the solid oxide electrolyte is required to be a dense sintered body 
which is required to be superior in permeability of only oxide ion but have no permeability of the gas. 

As a material of the electrolyte, yttria-stabilized zirconia (hereinafter referred to as "YSZ") is used which is superior 

10 in permeability of oxygen ion. On the other hand, of the two electrodes, the fuel electrode uses a cermet of nickel (or 
nickel oxide) with YSZ, and the air electrode uses LaSrMn0 3 based substance as an electrically-conductive composite 
oxide having a perovskite type structure. Specifically, one of the points to be noted when the cell is constructed from 
such materials is the conductivity of the individual component. Conductivities of the three components are approxi- 
mately 1000, 100, and 0.1 (S/cm), respectively, in the decreasing order of the fuel electrode, the air electrode, and the 

15 electrolyte. Of these, since the electrolyte is particularly small in conductivity, it is basically desired that the electrolyte 
is formed to a thin film as possible in view of the improvement of the power generation characteristics. However, when 
a cell is formed, the production method of the single cell and connection of a plurality of cells should be sufficiently taken 
into consideration. As a result, presently, a variety of structures are selected in the cell production. 

Fig. 7A and Fig. 7B show examples of cell structures of conventional SOFC produced in the past. Fig. 7A shows a 

20 flat plate type cell 77 in which an electrolyte 71 is sandwiched between a fuel electrode 72 and an air electrode 73. The 
electrolyte 71 has a thickness of 300 - 500 jim, the electrodes 72 and 73 have thicknesses of up to lOO^im, and the 
entire cell has a thickness of about 500 - 700fim. The numeral 74 indicates an interconnector, and 75 is a fuel gas pas- 
sage, and 76 is an oxidant gas passage. 

Incidentally, to obtain such a thin three-layer structured sintered body, there is a difficulty in itself, but even if the sin- 

25 gle cell 77 can be formed, because the electrolyte 71 becomes thick in order to obtain a strength that withstands stack- 
ing for the connection of a plurality of cells, this portion has a high resistive loss, which hinders the cell characteristics. 
Further, in a power generation system of SOFC, such single cells have to be electrically connected in series. For this 
purpose, the single cells must be such that they can be piled by using connection parts having gas supply grooves. 
However, because the mechanical strength of such a thin film-structured cell is not high enough to withstand the piling, 

30 it is difficult to stack the single cells with a large force. As a result, contact resistance between the cells increases, and 
the cell performance is not always sufficient. Further, gas sealing is essential at the four sides around the cells, and it 
is difficult to assure a sufficient sealability. Therefore, the conventional method is not sufficiently suited for the construc- 
tion of a power generation system having a practical capacity. 

As an alternative, a method is considered which uses a porous inactive substance as a cell support. Fig. 7B shows 

35 a partially enlarged figure of an example of a tubular type cell using the method. This cell 77 has a structure in which 
the air electrode 73, the electrolyte 71 , and the fuel electrode 72 are wound round in this order on the outer periphery 
of a support tube 78 having a hollow part as the oxidant gas passage 76. The fuel gas passage 75 is disposed on the 
periphery of the cell 77. The numeral 74 indicates the interconnector. 

In this cell, since the power generating portion is formed on the surface of the substrate, the electrolyte can be 

40 formed substantially thin, which, as described above, meets the requirement of SOFC cell that the electrolyte film be 
formed thin. Further, since the cell is supported by the support tube, it has a high strength and stacking is easy. How- 
ever, in this cell, as a problem inherent to the shape of the cell, since current during power generation flows along the 
electrode layer, there is a large voltage drop in this portion, and high power generation characteristics are not achieved. 
Then, to reduce voltage drop due to current flow along the electrode layer occurring in a tubular type cell, a method 

45 is proposed which uses a hollow flat plate-formed porous electrode as a cell substrate. Fig. 7C shows a cell of this type 
(Japanese Patent Application Laid-open No. 168729/1994). In the cell of this type, first, since a thin film electrolyte can 
be formed as in the tubular type shown in Fig. 7B, and, further, the cell substrate comprises the porous electrode having 
a conductivity, the current during power generation can be flowed perpendicular to the cell, and power generation char- 
acteristics better than the tubular type can be expected. However, in the cell of Fig. 7C, the gas flow passage provided 

so in the electrode as the substrate is formed in two stages, gas supplied to the passage of one stage is preheated as it 
passes through there, after being turned back at the innermost of the substrate, and reaches the gas passage immedi- 
ately beneath the power generation portion, where a reaction takes place. As described above, since the gas is pre- 
heated in the supply passage, a longer dwell time in the supply passage is advantageous to achieve sufficient 
preheating. However, from the shape of the gas flow passage shown in the Figure, the supply passage and the dis- 
ss charge passage have the same cross-sectional forms, flow rates of the individual supplied gas are the same in the indi- 
vidual passages. Therefore, gas preheat is insufficient only in the supply passage, and preheat is continued after 
passing through the return back portion and after reaching the discharge passage, where the power generation reaction 
should be made. As a result, a predetermined temperature is attained in the discharge passage, decreasing the surface 
area of the power generation portion effectively acting upon the power generation reaction, resulting in a reduced 
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amount of power generation reaction as a whole. 

As described above, a cell having sufficient power generation characteristics has not been achieved with a cell of 
the prior art structure. 

The present invention relates to a self supporting film type SOFC which uses a hollow flat plate type substrate as 
s a cell substrate comprising the electrode material and having therein a gas flow passage, discloses details of the struc- 
ture of the single cell and the stack. A primary object of the present invention is to improve thin film formation of the elec- 
trolyte and gas sealability and easily achieve a high performance SOFC. 

The present invention provides a solid oxide fuel cell comprising an electrode, a solid electrolyte, and an intercon- 
nected wherein a single cell comprises the electrolyte formed on a first main surface of a cell substrate formed of a first 
10 electrode material, a second electrode is formed on top of the electrolyte, and the interconnect is formed on a second 
main surface differing from the surface formed with the electrolyte, the cell substrate is porous, flat-formed, and has 
therein a plurality of flow passages of the gas corresponding to the first electrode material, the flow passage of the gas 
» is formed in multiple stages in the substrate, forming a plurality of gas flow passages as supply passages and a plurality 
of gas flow passages as return passages, these supply passages and return passages communicate with each other 
15 at a gas turn back portion in the substrate, and openings of the supply passage and the return passage are located on 
a side surface of the substrate. 

Here, the gas flow passage provided in the cell substrate may have a structure so that the flow rate in the supply 
passage of the gas supplied to the cell substrate is slower than the flow rate of the gas in the return passage. 

A total cross sectional area of the gas supply passage provided in the cell substrate may be larger than a total cross 
20 sectional area of the return passage. 

When the supply passage and the return passage are the same in cross sectional shape, the number of stages of 
the gas flow passage used for the supply passage may be more than that of the return passage. 

Small holes communicating the individual flow passages may be provided in a partition wall between the gas flow 
passages of the supply passage and the return passage. 
25 Each single cell may be mounted in the state of face contact in series through a material having a gas permeability 
and a conductivity and, in this state, encased in a shell having a gas supply chamber for supplying gas to the supply 
passage in the cell substrate, a discharge chamber of the gas returned from the return passage, and a power genera- 
tion chamber supplied with the gas corresponding to the second electrode, of the gas flow passages, the supply pas- 
sage may be opened to the gas supply chamber, the return passage may be opened to the gas discharge chamber, 
30 and the single cell unit may be disposed in the power generation chamber supplied with the gas corresponding to the 
second electrode. 

(La.|_ x Sr x )ylv1n03 may be used as the first electrode material constituting the cell substrate, nickel zirconia cermet 
as the second electrode material, and a zirconium oxide doped with yttrium oxide as the electrolyte. 

The above and other objects, effects, features and advantages of the present invention will become more apparent 
35 from the following description of the embodiments thereof taken in conjunction with the accompanying drawings. 

Fig. 1 A is a schematic perspective illustration of a single fuel cell of the first embodiment of the present invention; 
Fig. 1 B is a schematic A-A' cross sectional view of a single fuel cell of the first embodiment of the present invention; 
Fig. 1 C is a schematic B-B* cross sectional view of a single fuel cell of the first embodiment of the present invention; 
40 Fig. 1 D is a schematic C-C cross sectional view of a single fuel cell of the first embodiment of the present invention; 
Fig. 2A is a schematic perspective illustration of a single fuel cell of a second embodiment of the present invention; 
Fig. 2B is a schematic D-D* cross sectional view of a single fuel cell of the second embodiment of the present inven- 
tion; 

Fig. 3 is a schematic perspective illustration of a single fuel cell of a third embodiment of the present invention; 
45 Fig. 4A is a schematic C-C* cross sectional view of a power generation module incorporated with the single cell of 
the present invention; 

Fig. 4B is a schematic A-A' cross sectional view of a power generation module incorporated with the single cell of 
the present invention; 

Fig. 4C is a schematic B-B' cross sectional view of a power generation module incorporated with the single cell of 
so the present invention ; 

Fig. 4D is a schematic plan view of a cell holding plate of the present invention; 
Fig. 4E is a schematic D-D' cross sectional view of the cell holding plate. 

Fig. 5A is a schematic plan view showing a production method of an electrode substrate of the present invention 
by an extrusion method; 

55 Fig. 5B is a schematic side view showing a production method of the electrode substrate of the present invention 
by an extrusion method, 

Fig. 5C is a schematic view showing a production method of the electrode substrate of the present invention by an 
extrusion method; 

Fig. 6 is a schematic view showing a production method of an electrode substrate of the present invention by a 
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sheet lamination method; 

Fig. 7A is a schematic view showing the structure of a single cell of a prior art flat plate type fuel cell; 
Fig. 7B is a schematic view showing the structure of a single cell of a prior art tubular type fuel cell; 
Fig. 7C is a schematic view showing the structure of a prior art hollow flat plate type fuel cell; 
5 Fig. 8A is a schematic view showing the structure of a single fuel cell of a fourth embodiment of the present inven- 

tion (a cell having a larger sectional area of the supply passage than the return passage); 
Fig. 8B is a schematic A-A" cross sectional area of a single fuel cell of the fourth embodiment of the present inven- 
tion; 

Fig. 8C is a schematic C-C cross sectional area of a single fuel cell of the fourth embodiment of the present inven- 
10 tion; 

Fig. 9 is a schematic view showing gas flow and diffusion conditions in a single cell to which the present invention 
is applied; 

Fig. 1 0A is a graph showing a gas temperature rise in a single cell to which the present invention is applied; 
Fig. 1 0B is a graph showing the current density at a power generation portion in a single cell applied with the 
15 present invention. 

A major feature of the present invention is that a hollow flat plate type substrate in which a plurality of passages 
used for supply and discharge of a gas being formed of the electrode materials are disposed in multi-stages, and on the 
surface of which are formed layers of the electrolyte and other electrodes. Heretofore, there have been used a type in 

20 which a tubular pipe comprising an inactive substance is used as a support tube, and electrolyte and electrodes are 
formed on the surface, and a type in which three layers are formed in a flat form as a flat plate type cell. However, there 
has not been present one using a cell substrate in which a plurality of gas supply and return passages are provided in 
stages in the substrate as in the present invention, and openings thereof are disposed on one side. Further, another 
feature of the cell is that the gas supply port and discharge port to the substrate are disposed on the same side surface. 

25 As a result, when a stack is formed, this substrate is mounted, only the side where the openings are present is gas 
sealed, and the gases flowed in and outside the substrate can be separated. Heretofore, there has not been present a 
single cell or a fuel cell using the cell structure or gas supply system like the present invention. 

In the present invention, multi-stage gas passage provided in a hollow flat porous electrode are used for gas supply 
and discharge, in this case, since the gas flow rate in the supply passage is reduced compared to the return passage, 

30 when the sectional shapes of the supply and return passages are the same, a more number of stages are used for the 
supply passage than for the return passage, or when the number of stages of the supply passage is equal to that of 
return passage, the sectional area of the supply passage is made larger than that of the return passage. This allows 
sufficient preheat of the gas in the supply passage and, after passing through the turn back portion and when the return 
passage is reached, supply of sufficiently preheated gas. 

35 Further, by reducing the gas flow rate in the supply passage, some of the gas can be diffused in the substrate as 
porous sintered body and supplied into the return passage to generate a power, thereby achieving uniform power gen- 
eration reaction of the entire substrate in conjunction with the power generation reaction occurring after the turn back 
portion of the return passage. 

Still further, to promote the gas diffusion between the supply and return passages, in the present invention, it is 

40 made possible to provide small holes communicating the individual passages in the partition wall between the gas sup- 
ply and return passages. This further enhances the effect of uniformization of power generation reaction by the partial 
diffusion of the gas in the substrate, which is described above. 

EMBODIMENTS 

45 

Fig. 1 A, Fig. 1B, Fig. 1C, and Fig. 1D show an embodiment of the structure of a single cell of the solid oxide fuel 
cell according to the present invention, of which Fig. 1 A is a perspective view, Fig. 1 B is an A-A' cross sectional view, 
Fig. 1 C is a B-B' cross sectional view, and Fig. 1 D is a C-C cross sectional view. A single cell 5 of the present invention 
comprises a power generation portion in which individual layers of a solid oxide electrolyte 2 and a second electrode 3 

so are formed on one surface of an electrode substrate 1 of such a structure, and an interconnector 4 is provided on the 
opposite side to the surface on which the power generation portion is formed. Materials of the individual parts will be 
described in detail in the embodiment of cell construction, but the substrate (air electrode) is based on a LaSrMn0 3 
composite oxide, the second electrode is based on a nickel zirconia cermet, and the electrolyte is based on YSZ. Fur- 
ther, the interconnector 4 is made of a LaCr0 3 based substance which is stable under an oxidation-reduction environ- 

55 ment. Yet further, the numeral 6 indicates a gas supply passage, 7 is a gas return passage, 8 is a gas turn back portion 
in the substrate, and 9 is a support for supporting the upper and lower parts of the substrate. 

Fig. 2A, Fig. 2B and Fig. 3 show other embodiments of a single cell of the solid oxide fuel cell according to the 
present invention. In the embodiment of Fig. 2A and Fig. 2B, when a module is formed, inlets of the gas supply passage 
6 and gas discharge passage 7 into the substrate are narrowed in order to enhance the gas separation effect at the sup- 
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ply port of the gas supply passage 6 into the substrate and the discharge port of the gas discharge passage 7. Further, 
in Fig. 3, the gas passages 6 and 7 are formed in three stages and, in this example, the lower two stages are used as 
the supply passage (gas supply passage 6), and the upper stage is used as the return passage (gas discharge passage 
7). However, selection of the number of these passages is flexible and, considering a gas preheating effect, the number 
5 of supply passage and the return passage can be appropriately selected. 

In the present invention, the single cell 5 is formed in this structure to ensure the cell strength. Therefore, the elec- 
trolyte may be as thin as several to several tens of \xm, thereby substantially reducing the resistance of the electrolyte 
which is largely concerned with the cell performance. Further, the substrate is formed of an electrode material of high 
conductivity, is not simply hollow shaped, but is provided therein with a support. Therefore, since the current flows 
w through the support of the substrate, the resistance can be prevented from increasing. As a result, even if the thickness 
of the hollow substrate is increased to about 1 cm, a decrease in resistance due to the thin film formation of the elec- 
trolyte is greater than an increase in resistance of the substrate due to the increase in the thickness, which is not a prob- 
lem in view of the entire cell. Further, the gas supplied to the individual electrodes are perfectly separated between the 
inside and outside of the electrode substrate. Cross leak of the individual gases can be positively prevented by provid- 
es ing a seal on one side of the cell. Yet further, the gas flow passages in the substrate are formed in multiple stages, the 
individual passages are supply and return passages, and since these passages communicate with each other at the 
innermost of the substrate, after the gas reaches the innermost of the substrate, it is turned back to be supplied to the 
reaction section, and the gas can be preheated during this period. In this case, the gas supply port and the discharge 
port are located on the same side surface, but are not positioned on the same straight line. Therefore, separation of the 
20 individual gas can be effectively achieved by sealing the side surface where the gas supply port and the gas discharge 
port exist. 

In the prior art flat plate type, a self supporting type cell in which the electrolyte itself is used as a pillar, provided 
with two electrodes on the surface, the electrolyte which is to be formed to a thin film cannot be formed thin in order to 
ensure the cell strength, which is a main cause of resistance of the entire cell. Further, sealing is required on the four 

25 sides around the cell. However, the present invention has not such a problem. Further, although the electrolyte can be 
formed to a thin film in the prior art tubular type cell, the power generation current flows in the horizontal direction in the 
electrode layer, which results in an increase in resistance. However, with the cell according to the present invention, the 
current is flowed in the direction vertical to the substrate by using a hollow flat substrate, thereby preventing a specific 
current flow occurring in the tubular type with no degradation of the power generation characteristics. 

30 Next, the structure of a power generation module constructed by combining the thus produced single cells 5 will be 
shown. Fig. 4A, Fig. 4B, Fig. 4C, Fig. 4D, and Fig. 4E show combination examples of the power generation module in 
the present invention. Here, a module using the single cells as shown in Fig. 2A and Fig. 2B will be described. 

In the Figures, the numeral 40 indicates a cell holding plate, 40-1 is a gas supply slit, 40-2 is a gas discharge slit, 
41 is a cell supporting plate. 42 is a shell, 43 is an oxidant gas supply port, 44 is an oxidant gas discharge port, 45 is a 

35 fuel gas supply port, 46 is a fuel gas discharge port, 47 is a power generation chamber, 48 is an oxidant gas supply 
chamber, 49 is an oxidant gas discharge chamber, 50 is a conductive spacer, 51 is a conductor, and 52 is a seal. (In 
the Figures, for the description of the structure, the fuel gas supply port 45 and the fuel gas discharge port 46 or the 
oxidant gas supply port 43, the oxidant gas discharge port 44 are shown on the right and left side surfaces of the shell 
42, they are located on the front (or backside) surface of the paper in view of improvement of contact of the gas with the 

40 fuel electrode or the gas with the air electrode.) 

In constructing the module, the single cell 5 is positioned by the cell supporting plate 41 and the cell holding plate 
40 and, in this state, encased in the shell 42. The cell holding plate 40 for holding the single cell 5 is provided with the 
gas supply slit 40-1 and the gas discharge slit 40-2, whereby making gas supply to the substrate and discharge of gas 
unused in the reaction. On the other hand, the fuel gas is supplied from the fuel gas supply port 45 to the power gen- 

45 eration chamber 47, and unreacted fuel and water vapor as a reaction product are discharged from the fuel gas dis- 
charge port 46 to the outside. As shown in the Figure, conductive spacers 50 comprising a material which is superior 
in gas permeability such as nickel felt are disposed between the single cells, and the individual cells are assembled in 
a face contact state. Therefore, the individual cells are electrically connected in series, and the fuel gas can be effi- 
ciently supplied to the power generation section without hindering diffusion of the gas between the individual cells to 

so generate a power. 

Next, operation of the SOFC of the present invention will be described. 

In the operation of the SOFC of the present invention, similar to the conventional SOFC, the power generation mod- 
ule is installed under the temperature condition of 900 to 1000°C, and each gas is supplied. The oxidant gas is supplied 
from the oxidant gas supply port 43, reaches and passes inside of each single cell 5 through the gas supply slit 40-1 , 
55 preheated during this time, after passing through the turn back portion, and reaches the cell formation section, where 
the reaction takes place, and then the residual gas reaches the oxidant gas discharge chamber 49, Therefore, of the 
gas passages provided in the substrate, the portion before the turn back portion acts as a gas preheating portion. On 
the other hand, the fuel gas is supplied from the fuel gas supply port 45 provided on the side surface of the shell 42 to 
the inside of the power generation chamber 47, where power generation is carried out. At this time, although the sup- 
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plied fuel gas flows into gaps of the porous conductive spacers 50 disposed between the individual cells where it reacts, 
diffusion of the fuel gas to the electrode is carried out without disturbance. Then, the fuel gas which is not consumed by 
the reaction in this portion is discharged from the fuel gas discharge port 46 to the outside of the shell 42. 

A major advantage of the module using the single cell of the above-described structure is that the supplied gas can 

5 be preheated within the substrate. That is, since the gas passage is formed in stages in the substrate, in the supply pas- 
sage no reaction takes place until reaching the innermost portion of the substrate, and after passing through the turn 
back portion the entire surface is supplied with the gas to start the reaction. Therefore, as in gas supply method of the 
prior art flat plate type cell, since gas supply to the entire surface of the cell is made simultaneously, the power gener- 
ation reaction in the ceil can be uniformized. Further, the gas before being used for power generation is preheated when 

10 it flows in the substrate, since the gas absorbs heat at this time, thereby preventing local heating in the substrate and 
positively contributing to the uniform temperature distribution in the module. On the other hand, when the gas supply 
and return passages are formed in the same stage in the substrate, the reaction takes place in the gas supply passage 
and the return passage, since the gas concentration in the individual passages is high only in the supply passage, an 
unbalance occurs in the power generation causing a distribution of temperature in the right and left portions of the sub- 

is strate, which may lead to a damage to the substrate due to a thermal stress. However, with the structure of the present 
invention, occurrence of local heating and temperature distribution within the substrate can be prevented. 

Fig. 8A, Fig. 8B, and Fig. 8C show the single cell cross sectional structure of another embodiment of the solid oxide 
fuel cell according to the present invention. Fig. 8A, Fig. 8B, and Fig. 8C show a case where the cross sectional area 
of the supply passage is larger than that of the return passage, and the flow passages differ in shape between the sup- 

20 ply passage and return passage. An example where the individual passages are the same in shape, and a plurality of 
stages of gas passage are used in the supply passage is as already shown in Fig. 3. 

Fig. 9 shows a cross sectional view taken parallel to the flow passage of the substrate shown in Fig. 8A, gas flow 
in the passage, and gas diffusion condition in the substrate. As shown, the gas flowing into the supply passage, while 
being preheated in the supply passage, reaches the return passage through the turn back portion and, at the same 

25 time, part of the gas partly diffuses to the return passage side after flowing in to begin the reaction there. In addition, at 
this time, small holes 91 can be provided in the partition between the supply passage and the return passage, thereby 
promoting gas diffusion from the supply passage to the return passage. 

As described above, in the present invention, even when the passages are the same in shape, the supplied gas 
can be supplied to the entire surface after it is passed through the turn back portion in the substrate, thereby starting 

30 the efficient reaction. This is similar to the gas supply method of the prior art flat plate type cell. However, depending on 
the flow rate of the supplied gas, the power generation reaction rate is high at the portion after passing through the turn 
back portion and flowing into the return passage, there may be a danger of occurrence of local heating at this portion. 
However, with the substrate of the structure as shown in Fig. 8A, the gas in the supply passage is sufficiently preheated, 
and gas diffusion is partially made from the supply passage to the return passage to promote power generation reac- 

35 tion, thereby suppressing local heating in the substrate. 

Fig. 10A and Fig. 10B individually show the increasing condition of the gas temperature in the supply passage and 
the return passage (Fig. 10A), and changes in the generation current density along the gas flow passage on the surface 
of the power generation section (Fig. 10B), when the gas flow rate in the supply passage is decreased or not. It can be 
seen from the Figures that gas preheating is sufficiently made by reducing the gas flow rate in the supply passage. Fur- 

40 ther, from the current density in the power generation section at this time, it can be seen that the generation current den- 
sity is high as a whole, with a small bias in the distribution. On the other hand, when the gas flow rate in the supply 
passage is not reduced, increase of the gas temperature is delayed, and preheating is still made after reaching the 
return passage, and the distribution of the generation current density becomes large. Further, the generation current 
value is low as a whole and, as a result, the total power generation amount is decreased. 

45 Next, a detailed embodiment of construction method of the single cell of the present invention will be described. In 
the present invention, a substrate having therein gas passages is produced from the electrode material, and on one 
side of which the electrolyte and the other electrode are formed. In this embodiment, a hollow substrate was first pro- 
duced from the electrode material, then the electrolyte and the other electrode were formed thereon. 

As an electrode material to form the substrate, (La^xSr^MnOa having a perovskite structure was adopted which is 

so generally used as an air electrode material of SOFC. of which powders of La 08 Sr 0 2 Mn0 3 and Lao 9 Sr 0 1 Mn0 3 having 
a diameter 1 - 3^im were used. The substrate was produced by an extrusion method, and the power generation cell was 
formed on the sintered body. 

Extrusion molding can be easily carried out by using a die having the same as the cross section of the substrate. 
The thus produced molding was partially processed and then sintered to obtain a substrate same as the objective one. 

55 The partial processing is the same as processing of the portion corresponding to the tip and the inside of the base por- 
tion of the substrate. In the processing, as shown in Fig. 5A, Fig. 5B, and Fig, 5C, the inside at both the tip and base 
was partially cut (the hatched parts in Fig. 5A to Fig. 5C), where a part comprising the same material was mounted to 
be integrated (Fig. 5C). 

Extrusion molding requires a clayey material, and to obtain such a material, the raw material powder was mixed 
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Raw material powder 


100 


Binder 


up to 5 


Plasticizer 


2-5 


Solvent 


10-15 



10 

As the binder, a methyl cellulose type water-soluble polymer (METOLOSE 60SH-4000 manufactured by Shin-Etsu 
Chemical) was used. In extrusion, finishing of the molding is largely affected by the viscosity of the material, for exam- 
ple, when the amount of water is low, the extrusion pressure becomes high, which may cause cracking during molding, 

15 or when the water content is high, it may become difficult to maintain the hollow structure. After trials as to the mixing 
ratio, it was possible to produce a satisfactory molding with the above-described mixing ratio. 

In addition, drying of water and burn out of binder are required in the sintering of the extrusion molded body. After 
the molding was thoroughly dried, it was burned out at about 400°C which was selected according to the decomposition 
temperature of the binder. It was sintered at 1250 to 1350°C for up to 10 hours to produce an air electrode hollow sub- 

20 strate having outer size of 70 x 1 50(mm) and thickness of up to 8mm. Further, since the progress of sintering is affected 
by the particle size of the raw material powder used, the temperature and time was selected taking such an influence 
into consideration. Thus, a sintered body with a porosity of 25 to 35% was obtained. It had a conductivity of about 100 
S/cmat1000°C. 

On the thus produced electrode substrate, an interconnector was formed by a plasma spray method. The spray 
25 machine used was of an air plasma spray type, and a Lao. 9 Ca 0 .i Cr0 3 powder was sprayed to form a film with a thick- 
ness at around 100 jxm having a gas permeability on the order of 10~ 7 (cc • cm/sec • (g/cm^cm 2 ). 

After that, the electrolyte and fuel electrode thin films were formed by an EVD method. As an EVD apparatus, an 
"electrochemical deposition apparatus" (Japanese Patent Application Laid-open No. 73546/1994) was used to form the 
films using yttrium chloride and zirconium chloride as raw materials at a temperature of 900°C and a reaction pressure 
30 of 1 Torr. As the electrolyte, a composition of zirconium oxide mixed with 8 mol % of yttrium oxide to stabilize the crystal 
structure (YSZ) was used. The thickness of the film-formed YSZ was about 20jim. Then, on the YSZ film, a fuel elec- 
trode was formed. To form the electrode, a nickel metal powder in the form of a slurry was coated on the YSZ film, and 
then subjected to EVD under the same conditions. 

Next, an embodiment of simultaneous formation of substrate and electrolyte/electrode films by a co-firing method 
35 will be described. 

In the co-firing method, a sheet-formed molding of each material is formed by a doctor blade method, and these 
sheets are appropriately laminated and thermally fused to form a green body of the hollow substrate, which is then sin- 
tered. The doctor blade method requires a high-viscosity slurry, and the slurry was obtained by the following mixing ratio 
(by weight). 

40 





Raw material powder 


100 




Binder 


10-15 


45 


Plasticizer 


5-10 




Solvent 


200 



so As the binder, poly vinyl butyral was used, di-n-butyl phthalate was used as the plasticizer, and iso-propyl alcohol 
was used as the solvent. The reason why the amounts of the binder and the plasticizer have some ranges is that the 
particle size and surface area differ depending on the materials used, and the properties and shrinkage of the slurry 
become different, which are to be appropriately adjusted. It is important in co-firing that the shrinkage of the green sheet 
of the subject material is made as uniform as possible and, for this purpose, the mixing ratio of the slurry is adjusted. 

55 After such a slurry was agitated by a ball mill for about 24 to 48 hours, it is deaerated under a vacuum to remove the 
solvent and adjust the viscosity, and then a sheet-formed molding was obtained by a doctor blade apparatus. Such 
sheets were cut to a predetermined size, and heat pressed under conditions of 70-80°C and 30-70 kg/cm 2 to produce 
a fused body of the sheets. Shape of each part of the hollow body could be flexibly modified to the desired shape by 
changing the shape or number of the sheets to be stacked in this stage. 
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A method for producing the hollow substrate of the present invention by heat pressing of the sheets is schematically 
shown in Fig. 6. Such a pressed body of the sheets was burned out and then sintered to obtain a single cell comprising 
the substrate and the electrolyte and electrodes formed. The burn out and sintering conditions were almost the same 
as those for the extrusion molded body described above. Finally, an about 100 \im thick interconnect comprising 
5 Lao.9Cao.iCr0 3 was formed on the sintered body using the plasma spray apparatus shown above. Further, the side of 
the substrate with insufficient interconnector formation was coated with glass paste to ensure gas sealability of the sub- 
strate. 

As described above, in the SOFC of the present invention, an electrode substrate is produced which has a structure 
having a plurality of passages for permeating the gas, the passages being formed in multiple stages in the inside to form 
10 supply passages and return passages, on the surface of which the electrolyte and other electrodes are formed to yield 
a cell. These cells are face contacted through conductors and encased in a shell to form a module. 

Before the present invention, there were SOFCs represented by the flat plate type and the tubular type. However, 
in the flat plate type, it was difficult to reduce the cell resistance, further, a gas sealing was indispensable, and it was 
difficult to ensure gas sealability over an extended period of time under the present circumstances where a glass-based 
75 sealing agent must be used. Further, there was a danger of damaging the cell during temperature increase because a 
force may be generated and added to each single cell due to the softening temperature of the glass-based material. On 
the other hand, the tubular type has an advantage that the cell strength is high since the power generation section is 
formed on the surface of the support, and the electrolyte can be formed substantially thin. However, to the contrary, as 
a problem coming from the cell shape, since the current of power generation flows along the electrode layer , there is a 
20 large voltage drop in this portion, and high power generation characteristic cannot be achieved. 

Further, in addition to the above two methods, there was a method which uses a hollow flat plate-formed porous 
electrode as a cell support. 

In the cell of this type, the cell support comprises a porous electrode having a conductivity, and it can be expected 
to have power generation characteristics superior to the tubular type. However, the electrode used as the support is pro- 

25 vided with gas passages formed in two stages, a gas supplied to one of the stages is preheated during passing there 
and, after turned back at the innermost of the support, reaches the gas passage just beneath the power generation sec- 
tion where the reaction is started. Although a longer dwell time in the supply passage is advantageous to achieve suf- 
ficient preheating, from the shape of the gas passages shown here, since the supply passage and the return passage 
are the same in cross sectional shape, the flow rates of the supplied gas in the individual passages are the same, gas 

30 preheating is insufficient only in the supply passage. Preheating is continued even after passing through the turn back 
portion and reaching the return passage where the power generation reaction is to be carried out. Therefore, the pre- 
determined temperature is reached in this return passage, which results in a reduction in the power generation section 
area effectively acting for the power generation reaction, and there is a defect in that the power generation amount is 
decreased as a whole. 

35 On the other hand, in the cell of the present invention, the two types of gas required for the reaction are completely 
separated between inside and outside of the substrate until the reaction is completed, and because sealing is neces- 
sary for only one portion of the cell, the module can be assembled without gas leakage from the periphery of the cell 
as seen in the prior art flat plate type cell. Further, inside the module, connection of the individual single cells is 
achieved by an elastic porous conductor. Therefore, electrical connection between cells can be assured even if the flat- 

40 ness is not high as required in the prior art cell, and the module can be easily assembled. 

Further, in the present invention, gas passages of a plurality of stages for gas supply and discharge are provided 
in the hollow flat plate-formed porous electrode, in this case, to reduce the flow rate of the gas in the supply passage 
as compared to the gas flow rate in the return passage, the number of stages of the gas passage used in the supply 
passage is greater than that of the return passage, or the supply passage is made larger in cross sectional area com- 

45 pared with the return passage. This allows sufficient preheating of the gas in the supply passage, a sufficiently pre- 
heated gas can be supplied at the time the gas passes through the turn back portion and reaches the return passage. 
Yet further, by reducing the gas flow rate in the supply passage, part of the gas can be diffused in the substrate as the 
porous sintered body and supplied to the return passage to generate a power, which, in combination with the power 
generation reaction occurring at the turn back portion of the passage, enables uniform power generation reaction in 

so whole substrate and then enables uniform temperature distribution in whole substrate, thereby preventing the substrate 
from being damaged by a thermal stress due to a temperature distribution. Yet further, by efficient gas preheating and 
partial gas supply by diffusion, uniform power generation reaction over the entire substrate and an increased generation 
amount can be achieved. 

Still further, in the present invention, to promote such gas diffusion between the supply passage and the return pas- 
55 sage, small holes communicating with the individual passage can be provided in the partition wall between the supply 
passage and return passage, and uniformization of power generation reaction by gas diffusion is possible even when 
the outer dimensions of the substrate are large and the flow passage is long. 

Prior art flat plate type and tubular type SOFC had a major disadvantage that a cell itself which has sufficient power 
generation characteristics is difficult to be achieved. However, in the present invention, as a result of the above- 
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described cell structure, various problems of the prior art cell are eliminated, and an SOFC having high power genera- 
tion characteristics can be achieved, which is very advantageous for the industry. 

The present invention has been described in detail with respect to various embodiments, and it will now be appar- 
ent from the foregoing to those skilled in the art that changes and modifications may be made without departing from 

5 the invention in its broader aspects, and it is the intention, therefore, in the appended claims to cover all such changes 
and modifications as fall within the true spirit of the invention. 

A solid oxide fuel cell including an electrode, a solid electrolyte, and an interconnector (4), wherein a single cell (5) 
includes the electrolyte (2) formed on a first main surface of a cell substrate (1) formed of a first electrode material, a 
second electrode (3) is formed on top of the electrolyte, and the interconnector is formed on a second main surface dif- 

10 fering from the surface formed with the electrolyte, the cell substrate is porous, flat-formed, and has therein a plurality 
of flow passages of the gas corresponding to the first electrode material, the flow passage of the gas is formed in mul- 
tiple stages in the substrate, forming a plurality of gas flow passages as supply passages (6) and a plurality of gas flow 
passages as return passages (7), these supply passage and return passage communicate with each other at a gas turn 
back portion (8) in the substrate, and openings of the supply passage and the return passage are located on a side sur- 

15 face of the substrate. 

Claims 

1 . A solid oxide fuel cell characterized by comprising an electrode, a solid electrolyte, and an interconnector, wherein 
20 a single cell comprises said electrolyte formed on a first main surface of a cell substrate formed of a first electrode 

material, a second electrode is formed on top of said electrolyte, and said interconnector is formed on a second 
main surface differing from the surface formed with said electrolyte, said cell substrate is porous, flat-formed, and 
has therein a plurality of flow passages of the gas corresponding to the first electrode material, the flow passage of 
said gas is formed in multiple stages in the substrate, forming a plurality of gas flow passages as supply passages 
25 and a plurality of gas flow passages as return passages, these supply passages and return passages communi- 
cate with each other at a gas turn back portion in the substrate, and openings of said supply passage and said 
return passage are located on a side surface of the substrate. 

2. The solid oxide fuel cell as claimed in Claim 1 , characterized in that the gas flow passage provided in the cell sub- 
30 strate has a structure so that the flow rate in the supply passage of the gas supplied to the cell substrate is slower 

than the flow rate of the gas in the return passage. 

3. The solid oxide fuel cell as claimed in Claim 2, characterized in that a total cross sectional area of the gas supply 
passage provided in the cell substrate is larger than a total cross sectional area of the return passage. 

35 

4. The solid oxide fuel cell as claimed in Claim 3, characterized in that when the supply passage and the return pas- 
sage are the same in cross sectional shape, the number of stages of the gas flow passage used for the supply pas- 
sage is more than that of the return passage. 

40 5. The solid oxide fuel cell as claimed in Claim 1 , characterized in that small holes communicating the individual flow 
passages are provided in a partition wall between the gas flow passages of the supply passage and the return pas- 
sage. 

6. The solid oxide fuel cell as claimed in Claim 1 , characterized in that each single cell is mounted in the state of face 
45 contact in series through a material having a gas permeability and a conductivity and, in this state, encased in a 

shell having a gas supply chamber for supplying gas to the supply passage in the cell substrate, a discharge cham- 
ber of the gas returned from the return passage, and a power generation chamber supplied with the gas corre- 
sponding to the second electrode, of the gas flow passages, the supply passage is opened to the gas supply 
chamber, the return passage is opened to the gas discharge chamber, and the single cell unit is disposed in said 
so power generation chamber supplied with the gas corresponding to the second electrode. 

7. The solid oxide fuel cell as claimed in Claim 1 , characterized in that (La^Sr^yMnOs is used as the first electrode 
material constituting the cell substrate, nickel zirconia cermet as the second electrode material, and a zirconium 
oxide doped with yttrium oxide as the electrolyte. 

55 
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